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Introduction. The study results on the single interaction under the centrifugal rotary part machining in the abrasive 
discrete medium are presented. Simultaneously with the numerical simulation, experiments were carried out on a 
centrifugal-rotary unit, and the maximum depth of penetration into the surface of the part, the single-track sizes, metal 
removal in one blow of an abrasive granule, were investigated. The removal of metal from workpieces was investigated 
depending on the processing modes, characteristics of the abrasive particle and the processed material. 

Materials and Methods. The dependences for determining the metal removal from workpieces (steels 45, copper Cu- 
OF, and aluminum alloy D16T) are taken into account depending on the grain size (N3) of abrasive particles. The 
process of a single interaction of an abrasive particle and the workpiece surface 1s considered within the framework of 
the dynamic contact problem of the elasticity theory. The authors have carried out finite element modeling of the 
considered structures in CAE ANSYS package. 

Results. The results of theoretical and experimental studies on the metal removal from workpieces depending on the 
grain size of abrasive particles are presented. The technique of their implementation, the tool and equipment used are 
described. The results of theoretical and experimental studies are compared. Their fine precision is established. 
Abrasive tools and processing modes are selected. 

Discussion and Conclusions. The dependences constructed in the work provide determining the rational values of the 
technological parameters of the centrifugal rotary machining (CRM) process. They can be used under designing the 
CRM processes. Therefore, time and financial resources can be saved to achieve the desired surface quality. 
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Introduction. In mechanical engineering, grinding technology always provides high surface accuracy, which 





is the last step in surface treatment of parts. Materials with high temperature resistance, hardness, and high strength can 
be processed using grinding technology [1]. To increase the efficiency of the centrifugal rotary machining (CRM) 
process, it is required to optimize the model of friction interaction between abrasive particles and the workpiece surface. 

Machining in a free abrasive environment enables to process parts of various shapes, sizes and materials using 
simple and reliable equipment. Temperature in the processing zone is much lower than under grinding, and the 
machining is accompanied by the supply of process fluid. In [2, 3], the thermal texture analysis and workpiece wear 
forecast were performed using the finite element method and the Gaussian process. The studies presented in [4, 5] have 
shown that when a particle of aluminum oxide 1s sliding, the workpiece surface is destroyed, and the metal is removed 
from the part. This paper deals with the process of a single interaction of a workpiece and an abrasive medium under 


CRM. Simultaneously with numerical modeling, experiments were conducted to study the depth of penetration of the 
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abrasive granule into the surface of the part. The effect of the grit size on the metal removal from the processed parts is 
studied. 

The research to determine the impact of technological parameters of CRM processing on quality and 
productivity is not deep. This hinders a widespread introduction of CRM technology into production. To solve this 
problem, it is required to obtain a theoretical model of the CRM process that provides predicting the results of 
processing at the design stage. 

Installation Description. The CRM operation principle (Fig. 1) is as follows: the workpiece (4) and abrasive 
particles are loaded into the working chamber (1); abrasive particles and the workpiece move in a spiral orbit; the 
rotating bottom (rotor) (2) is connected to the engine; the inner surface of the bottom is covered with a wear-resistant 


material to reduce friction. 





Fig. 1. Centrifugal rotary machining flowchart: 1—cylindrical shell; 2 — rotor; 
3 — abrasive media; 4 — workpieces 


Fig. 2 shows a three-dimensional model of the interaction of an abrasive particle and a workpiece. 

In [6], the process of a single interaction of an abrasive granule and a part was studied. The features of this 
process are presented in [7—10]. It is known from [11] that the temperature in the processing zone is low and does not 
change the structure of the surface layer of the workpiece. This paper studies the contact interaction of an abrasive 
particle and the workpiece surface; the abrasive moves at a speed of vg, the angle of contact with the processed 
workpiece surface is @ = 15°—25° (Fig. 2). 

Investigation of single interaction process. Solving the problem of theoretical modeling of a single 
interaction will allow us to study the effect of technological parameters on the CRM. To create a mathematical model of 
metal removal from the surface of a part, it is required to describe impact of the factors on the shape and size of traces 


of interaction between the granule and the surface. 
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Fig. 2. Model of the abrasive particles and the workpiece: 
1 — abrasive particle; 2 — workpiece 


Many papers were devoted to the process of single interaction [12, 14, 15]. Analysis of the works [12-14] 
shows that the interaction of an abrasive particle and the workpiece surface occurs as follows: when a moving particle 
collides with the surface of the workpiece at a certain angle a, the abrasive particle is affected by resistance force P, 
which consists of tangent P, and normal Py. 

The problem is reduced to the movement of a circular cone at a constant speed v > 0. In [5, 6], the maximum 
depth of penetration under a single interaction is determined. 





Arax = 2V,4.R Si OL Pu (1) 
3K,CO, 
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where p,, — material density; k, — coefficient considering the effect of the workpiece surface roughness on the true 
contact area; c — coefficient of bearing capacity of the contact surface; o, — yield strength of the part material; R — 
radius of the abrasive particle; « — angle of contact of the abrasive particle with the workpiece surface; V,, — 
effective velocity of the moving abrasive particle determined from the formula: 


Vip = KpOR,g >» (2) 


where R,, — effective rotor radius;  — rotor rotational rate; x, .— generalized coefficient of effective velocity. 


Based on the work [4], when an abrasive particle collides with a workpiece with the formation of an elliptical 


processing trace, the values of the semi-axes a, b are found from the formula: 
b=./R?-(R-h,,.). 


a= 5 (clgo — fh... +b, (3) 


where f — particle workpiece surface friction coefficient. 
The destruction of the surface layer occurs due to microcutting. Therefore, when calculating the removal of 
metal, it is sufficient to take into account the number of interactions Np, that lead to microcutting [16]: 
O=Np4, 
where Q — metal removal from the workpiece surface. 


Substituting value V,, from the dependencies above, we get: 





S 
O = PP,wtq aR mpu S,,, >4R° (4) 


2 


O'=P Pwtq upu S,,, < 4R° (5) 


Finite element models of abrasive particles and parts were built in the ANSYS program to explore the 


maximum penetration depth under a single interaction based on the parameters of the CRM technology. 
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Fig. 3. Maximum penetration depth under a single interaction 


Fig. 3 shows the distribution of vertical displacement during impact and sliding of an abrasive particle 
fragment on the workpiece surface calculated in ANSYS with account for the plasticity of the part material (bilinear 
model). 

Experimental Research Methods. The study of the process of removing metal from the workpiece surface 
was carried out on cylindrical samples made of various materials: steel 45, aluminum alloy DI6T, copper Cu-OF, 12 
pieces per sample (Fig. 4). The hardness (HB) was measured on the Brinell hardness tester. The hardness (HB) and 
yield strength of the sample materials are shown in Table 1. 

The following were selected as abrasive media: white prisms PT 15x15 conditionally equated to 25 grit 
(Fig. 5 a); porcelain balls 10 mm in diameter conditionally equated to M60 grit (Fig. 5 b); PT 25x25 conditionally 
equated to 12 grit (Fig. 5 d); abrasive white-green cone with 8 grit, d=30 mm, h=30 mm (Fig. 5 d). 

Abrasive granules and blanks are loaded into the working chamber of the CRM. Processing is performed at the 
rotation speed of w=12 rev/s. Every 30 minutes, the treatment is stopped, the samples are removed from the chamber, 
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Fig. 4. Samples for determining metal removal from the workpiece surface: 
a) steel 45; 5) copper Cu-OF, c) aluminum alloy D16T 
Table 1 


Dimensions and mechanical properties of sample materials 


S le di ions, 
Sample materials Hardness, HB Yield stress o,, MPa 


Steel 45 Z 20x20 190-200 P3840 
Aluminum alloy D16T © 30x50 80-82 P2400 
Copper Cu-OF @ 15x20 56-59 P1800 








d) 
Fig. 5. Abrasive particles used in CRM: a) white prisms PT; 5) porcelain balls; 
c) PT 25x25; d) white-green abrasive cone 


Experimental Results. The dependence of the metal removal process on the abrasive grit size (N3) is studied. 
For a comprehensive test of the theoretical model, the comparison based on the results of processing 12 samples of each 
grade was made. The theoretical calculation results using dependencies (4) and (5) were compared to the experimental 
results. Based on the results of experimental and theoretical studies, graphs are constructed. 

Fig. 6—8 show the dependences of metal removal from the surface of the part on the grain size of abrasive 
particles M60; 8; 12; 25; part materials are steel 45; aluminum alloy D16T, copper Cu-OF; the processing mode — the 
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Fig. 6. The dependence of metal removal on N3, the workpiece materials steel 45 
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Fig. 7. The dependence of metal removal on N3, the workpiece material is D16T 
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Fig. 8. The dependence of metal removal on N3, the workpiece material is Cu-OF 
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Metal removal from the surface of the part (g) 





== Theoretical dependence === Experimental values 


Fig. 9. Comparison of theoretical and experimental dependences of metal removal on N3: 1 — copper Cu-OF; 2 — 
aluminum alloy DI6T; 3 — steel 45 

Discussion and Conclusions. Based on the results of theoretical and experimental studies, the dependences 
presented in Fig. 6—9 were found. After analyzing the research results, the following conclusions can be drawn: 

1. The metal removal Q is proportional to the increase in the grit size of abrasive particles. When processing 
at m@=12 rev/s, for steel 45 at N3=M60, Q=0.169g, at N3=25 Q=0.37g; for aluminum alloy D16T at N3=M60 Q=0.267g, 
at N3=25 Q=0.797g; for copper Cu-OF at N3=M60 Q=1.065g, at N3=25 Q=1.789¢. 

2. The effect of the abrasive medium grain size, the mechanical properties of the material and the processing 
mode, reflects correctly the theoretical model of a single interaction. 

3. When comparing the results of experimental studies and theoretical data, the difference is less than 20 % 
(with account for the metal removal on the grain size of abrasive particles N3). 

4. The introduction of research results into production enabled to increase the processing productivity by 1.5—2 
times with the required quality of the treated surface and reduction of the working media wear. 

The results obtained can be used to improve the efficiency of process design of the CRM and to expand 
technological capabilities. 
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